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A CRYSTALLIZATION APPARATUS AND METHOD FOR THE FORMATION OP CRYSTALS IN A SUCH 
APPARATUS 



Field of the invention 

The invention relates to the preparation of solid catalyst carriers by crystallization, 
5 and concerns crystallization chambers, methods for the crystallization of the carrier, 
and methods for removing the carrier from the crystallization chamber. 

Background of the invention 

Polymerization catalysts, such as Ziegler-Natta type catalysts, are usually deposited 
on solid carrier particles. The chemical composition, the structure of the surface, the 
10 morphology, and the size of the particles are important for the activity of the catalyst 
and for the prop^es of tiie polymer to be produced. 

Certain carriers, such as MgCl2*(ROH)a, in which R is an alkyl group and n is 1 to 
6, are prepared by melting the substance and then crystallizing the melt in a spraying 
chamber. The crystallized particles are screened in order to remove too small and 

15 too big particles. The melt may be sprayed e.g. through a rotating nozzle, as de- 
scribed in EP 655 073. One problem in such processes is that the carrier tends to 
stick and agglomerate on the walls of the chamber. This decreases the yield and 
quality of the carrier. Pnemnatic hammers have been used for removing the carrier 
from the walls. This has, however, not been very effective. Hammering also easily 

20 damages the chamber. 

Summary of the invention 

Now a chamber for the preparation catalyst carrier by crystallization, a method for 
preparing such carrier in a chamber, and a method for removing such carrier from a 
chamber have been invented in accordance with the independent claims. Some pref- 
25 erable embodiments of the invention are described in the dependent claims. 

In accordance with the invention, the chamber is provided with an acoustic genera- 
tor, which produces a strong sound, which loosens the naaterial from the walls of the 
chamber. The intensity of the sound may be e.g. 100 to 150 dB, preferably 120 to 
140 dB, and most preferably 130 to 135 dB. The frequency of the sound is suitably 
30 over 5 Hz and below 20000 Hz, i.e. broadly at the audible range and below the ul- 
trasonic range. Most suitably the frequency is below 10000 Hz. Preferably the range 
is 20 to 5000 Hz, more preferably 100 to 1000 Hz, and most preferably 400 to 600 
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Hz. The duration of the sound signal used may be e.g. 1 to 10 seconds, such as 3 to 
7 seconds. The generator is preferably used at suitable intervals, e.g. at intervals of 
0.2 to 2 minutes, preferably 0.3 to 0.7 minutes. 

The acoustic generator may such as to comprise a vibrating metal diaphragm, which 
5 is vibrated pneumatically. The generator if usually provided with a horn. The hom 
should be pointed downwards in the chambor. 

The chamber is usually a closed vessel surrounded by walls. The generator is pref- 
erably mounted in the top wall of the chamber. 

The material is preferably removed from the chamber from its bottom. The chamber 
10 is typically an upright cylindrical chamber with a conical bottom. The volume of an 
industrial full scale chamber is typically 10 to 30 m^, such as 15 to 20 m^. 

The carrier may be e.g. a magnesium containing carrier, such as Mga2*(R0H)a. in 
which R is an alkyl group and n is 1 to 6. Such a carrier is used especially for Zieg- 
ler-Natta type olefin polymerization catalysts. Silica is another typical carrier mate- 
15 rial. 

In the crystallization chamber, melted material is sprayed into the chamber where it 
is cooled and crystallized. Cooling gas may be blown into the chamber. The cooling 
gas is preferably an inert gas, such as nitrogen. According to one embodiment, the 
melt is fed through a nozzle on the top of the chamber. Cooling gas is also fed on 
20 the top of the chamber. Additional cooling gas may be fed on a lower position. The 
second cooling gas usually has lower temperature. 

In accordance with the invention, sticking of the catalyst material on the walls and 
outlet of the chamber and agglomeration of the catalyst material particles is effec- 
tively prevented. This is especially advantageous when the material is removed con- 
25 tinuously from the chamber. The fraction of too large particles to be rejected is also 
dius decreased. The quality of the material is not decreased. No damage is caused to 
thechamb^. 

Brief description of the drawings 

The enclosed drawings form a part of the written description of the invention. 



30 Hg. 1 shows die preparation of a catalyst carrier by a spraying process. 
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DetaOed disdosure of some embodiments of the invention 

Fig. 1 describes the preparation of a MgCl2*(C2H50H)n carrier material. The mate- 
rial is melted and fed through line 1 and nozzle 2 on the top of spraying chamber 3. 
The flow rate of the melt is Fl and temperature Tl . Nitrogen is fed through line 4 on 

5 the top of the chamber. The flow rate is F2 and the tenqwrature T2. T2 is lower dian 
Tl. A second nitrogen flow is fed through line 5 into the Iowa: part of the chamber 
just above the conical bottom. The flow rate is F3 and the temperature T3. T3 is 
lower than T2. The carrier material crystallizes in the chamber and falls at the bot- 
tom, from where it is continuously removed through line 6 to screen 7. Gases are 

10 removed from the chamber through line 8. 

An acoustic generator 9 (Nirafon, Lahtii, Finland) is mounted inside Ihe chamber 3 at 
the top, the hom pointing downwards into the chambo*. The generator conq>rises a 
vibrating dit^hragm at the frequency of 500 Hz. The maximum intensity of the 
sound is 135 dB. The hom is operated with 7 to 8 bar nitrogen. 

15 The process was run under the following conditions: 
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Hie acoustic generator 9 was blown for 5 sec after each 30 sec. 

The process could be run without the material blocking the bottom outlet or sheeting 
the chamber walls. The longest uninterrupted run was 15 days. Even sStex that no 
20 sign of the carrier depositing on the walls or outlet was found. 

As a conq>arison, the acoustic goierator 9 was switehed off. An immediate small 
drop in the outlet rate was observed. After 6 hours the outlet was totally blocked and 
it had to be opened. The run was contruued and after 3 hours the outlet was almost 
totally blocked again. When the acoustic generator was taken in use again, after 15 
25 hours a sudden flood of material was observed. This material had obviously been 
deposited on the walls of the chamber and was now suddenly dropped. 



